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Tools                   Metal gauge

and                        Charcoal block

Working '             Gas and air blow torch

Materials               Pickle

Gas plate

Copper pickle pan

Copper tongs

Lead dapping block

Hammer

Dapping die cutters and punches

Dapping die

File

Emery doth

PROCESSES

Gauging

the

Metal

Annealing
p. 18

Pickling
p. 22

Cutting

the

Disks

Gauge the metal sheet.

Anneal the metal.
Clean in pickle.

Place the metal on the lead dapping die block.
Strike the die cutter a sharp blow with the
hammer.

Repeat if the disk is not free from the metal
sheet.

Note: If the disk is larger than the dapping
die cutter inscribe a circle on the metal.
Saw the disk.

Doming                Select a hollow in the dapping die block which

the                       is slightly larger than the diameter of the disk.

Disk '                   Place the disk in the center of the hollow.